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0 injection moulding method using surge pressure. 

® A surge of high pressure is momentarily applied to a plasticized moulding material injected in a mould cavity 
(3) immediately after the completion of an injection process so that moulding shrinkage and orientation which are 
caused in the material in the mould cavity (3) in the course of solidification of the material on cooling can be 
substantially eliminated to thereby enable super-precision injection moulding. 
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INJECTION MOUU3INQ METHOD USING SURGE PRESSURE 



This invention relates to an injection moulding method using a surge pressure to be given to a moulding 
matenal injected mto a mould cavity, and more particularly to an Injection moulding method In which a 
surge of high pressure is momentarily applied to the plasticized resin material injected into the mould cavity 
immediately after the completion of a resin filling process so as to suppress moulding shrinkage and 
s onentation of the resin material which occur in the course of solidification of the material, to thereby fulfil 
super-precision moulding. ' 

Recently mass-storage memory media such as optical discs and audio compact discs are being 
increasingly put into practical use. It is undeniable that the development of precision plastic moulding 
techniques for moulding such optical discs makes a contribution to the practical application of high-density 
10 recording optical discs of high performance. For realization of high-density recording on the optical disc it 
IS essential to not only finish accurately the optical disc on the submicron order, but also achieve uniform 
optical characteristics of the optical disc. 

Various methods have been developed for precisely moulding the high-density recording optical discs 
For instance, the inventor of this invention has proposed a basic system for precise injection moulding by 
15 use of internal die pressure of a moulding resin material injected in a mold cavity (Japanese Patent 
Publication (B2) SHO 58(1983)-52486). In this conventional system, the internal die pressure is continuously 
monitored and controlled during injection moulding in accordance with reference pressure predetermined in 
a waveform pattern, to thereby produce remari<ably precise moulded articles. 

The inventor further proposed a high-speed injection moulding method on the basis of the aforesaid 
so injection moulding system in European Patent No. EP 0096132 B1. in which a moulding material is Injected 
in an injecnon mould under a high vacuum at an ultrahigh speed. 

Now. in order to improve the moulding precision, moulding shrinkage which inevitably occurs in 
plastcized material injected in the mould cavity in the course of solidification of the material on cooling 
should be compensated thoroughly. In a compression moulding method, "dwelling- is often effected for 
25 compensation of the moulding shrinkage in the moulding material. 

One of the compression, moulding methods has been proposed in European Patent No. EP 0130769 
B1, in which compression pressure to be applied to an injection mould is regulated with mould-clamping 
force while controlling internal die pressure of the plastidzed resin material injected in the mould cavity in 
conformity with predetermined reference internal die pressure. 

These conventional moulding methods, however, could not sufficiently- respond to the strict require- 
ments imposed on the precision moulding. That is. a technical system for thoroughly compensafinq the 
moulding shrinkage caused in the plastidzed resin material on cooling as mentioned above has not been 
estalDiished so far. 

To be more specific, the solidified part of the moulding material in the mould cavity spreads from the 
contact surface portion in touch with the inner surface defining the mould cavity toward the inside of the 
moulding matenal. The moulding material molten by heating progresses in solidifteation of the material even 
diiring a short penod of resin filling and compression processes. That is to say, since solidification and 
shnnkage of the moulding material within the mould cavity have already started when the compression 
process has begun to apply compression pressure to the moulding material in the mould cavity by means 
of a mould clamping device, the moulding material which is being soRdified on cooling is little influenced by 
the compression pressure after the filling process is finished. Thus, it is preferable to compress the 
moulding matenal in the mould cavity before the moulding material begins to solidify, whereas the 
application of the compression pressure before solidification of the material will give rise to back-flow of the 
moulding material to an injection part from which the moulding material is introduced into the mould cavity 

«°"' '^^"r*?^^"^ ""o^'ding methods cannot decrease the directional property resulting in 
onentation remained inside a finished moulding, whidi is caused by subjecting the composition of the 
moulding matenal to themiodynamic movement during moulding. The orientation in the finished mouldino 
onmrf,^ci ""T""®^' ^'^^"^^ birefringence of the finished moulding. For instance, audio 
mo^ES^l Iffh^i H ^""k" "'^^^^ and 1.2 mm in thickness actually produced by a conventional injection 
SrettngenTe ^ ^° *° ^ ^'''^^ ^"=' 

"'^^I'^f ^'^ invention is to provide an injection moulding method capable of compensating 
moulding shnnkage m a plasticized moulding material injected in the mould cavity of an injection mouki 
7^Z^^ solidification of the material on cooling, and suppressing orientation caused in 
the composition of the moulding material due to the directional property, to thereby enable super-precision 
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'injection moulding. 

To attain the above object according to this invention, there is provided an injection moulding method 
which comprises injecting a plasticized moulding material into a mould cavity of an injection mould under a 
high vacuum, and applying a surge pressure to the moulding material injected In the mould cavity within 
5 0.01 to 0.05 second simultaneously with or immediately after the completion of injection of the moulding 
material into the mould cavity. 

The time in which the surge pressure is applied and magnitude of the surge pressure are determined in 
accordance with various moulding conditions such as the Injection speed, resin temperature and capacity of 
the mould cavity, so that Interna! stress due to application of the surge pressure is not remained in a 
70 finished moulding obtained resultantly. 

By applying the surge pressure Immediately after the completion of injection, variation of the finished 
moulding, such as unevenness in thickness and birefringence of the finished moulding can be effectively 
eliminated. 

The features of the present invention which are believed to be novel are set forth with particularity In the 
75 appended claims* The present Invention, both as to Its organization and manner or operation, together with 
further objects and advantages thereof, may best be understood by reference to the following description, 
taken in conjunction wit the accompanying drawings. 

The present invention will become more fully understood from the detailed description given herein- 
below and the accompanying drawings which are given by way of illustration only, and thus are not 
20 limitative of the present invention, and wherein:- 

Rgure 1 is a sectional side elevation schematically showing a typical example of an injection 
moulding machine to which the injection moulding method according to the present invention is applied; 

Rgure 2A through 2C are explanatory diagrams schematically illustrating a process in which an 
injection mould is actuated in moulding; and 
25 Rgure 3 is a diagram schematically showing a typical waveform pattern of internal die pressures. 

The injection moulding method according to this invention will be described hereinafter with reference 
to Rgure 1 illustrating an injection moulding machine for moulding audio compact discs by way of example. 

The illustrated injection moulding machine comprises a set of stationary die plate 1 and movable die 
30 plate 2 between which a moukJ cavity 3 is formed, a sprue bush 4 having a sprue 5 and fitted in the 
stationary die plate 1, and a gate-cut pin 6 movably disposed opposite to the sprue bush 4 in the movable 
die plate 2. At the end portion open to the cavity 3 of the sprue 5 is formed a gate 7. A plasticized moulding 
material Is injected into the mould cavity 3 through the sprue 5 and gate 7. 

The stationary die plate 1 in this moulding rnachine is provided with a vacuum suction port 8 to which -a 
35 vacuum pump (not shown) or the like is connected so as to evacuate the mould cavity 3 to a high vacuum 
of 10~' Torr to 10"^ Torr in a resin filling process. This evacuation to a high vacuum effects to remove a 
skin layer composed of air or gas attached to the inner surface of the mould cavity 3. 

At least one pressure sensor 9 for detecting the pressure (internal die pressure) of the moulding 
material m filled in the mould cavity 3 is disposed inside the stationary die plate 1 or movable die plate 2. 
40 Reference numeral 10 denotes an resin Injection system for plasticizing and injecting the moulding material 
into the mould cavity 3 via the sprue 5 and gate 7. This injection system TO comprises a hopper 11 for raw 
resin granules, a rotary screw 12 for advancing and injecting out of a nozzle head 13 the plasticized 
moulding material obtained by heating the raw resin granules, an injection servo mechanism 14 for 
regulating the internal die pressure of the moulding material filled in the mould cavity 3, and screw driving 
45 means 15 for driving the rotary screw 12. 

The structure and elements of the Injection moulding machine are generally known and therefore not 
described in detail here. 

The internal die pressure of the moulding material in the mould cavity is detected by the pressure 
sensor 9 and controlled during the whole moulding process on the basis of a predetermined reference 

50 internal die pressure by means of the servo system including the servo mechanism 14. In Rgure 3 shows 
one example of a waveform pattern of the internal die pressure actually detected from the moulding 
material in the mould cavity 3, which varies with time in conformity with the predetermined reference 
internal die pressure given in a waveform pattern. 

In the waveform pattern illustrated, at the time tO the injection system 10 starts to Inject the plasticized 

55 moulding material m into the mould cavity 3. At the time t1 the mould cavity 3 Is completely filled with the 
moulding material m introduced from the injection system 10. That Is, the period tO-tl. which is designated 
as a filling process, is preferably on the order of 0.01 to 0.10 second. By injecting the moulding material 
Into the mould cavity in such a short period of time at a high speed, a skin layer of the nnoulding material m 
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"^fJT^^ ^ ""1*^*^ ^"'^^'^^ °* t''® mould cavity 3 is not yet solidified entirely 'at the • 

bme of the completon of the filling process. The intermediate part of *e moulding material m in ^emoSd 

. l^mnST^H K ^ l'.""* u^*"^'^ Immediately after the filling process is finished c^^^ be 

^ ^ ^ ^ ^""^ ^ *® temperature of the moulding material and Injection 

m^fI!!!!''fiTV"'^ °i "'^'^ P'®^"'® ^PP"®^ fr"'" '"i^o" system 10 to the moulding 

matena m .n the mould cavrty 3 within 0.01 to 0.05 second. That is to say. the surge pressure is 

TO .ZSS !nZT T"""^ "^'^ '"''""^ 3 ^ « '^'Qh speei simuiL^eou^srwi h o 
70 immediate^ after the moulding material is completely filled in the mould cavity. At the moment when ti 
surge pressure reaches a maximum at the time t2. the application of the surge pressure TZ^lTe 

sueh^«*rrl'l,'°o *^aPPlicatlon Of the surge of high pressure depends on the moulding conditions 
such as the cavrty capacity. i.e. the size of a finished moulded product resultantly obtained and the 
" rS;? "?r- -^9e-app.icatlon time of 0.01 to 0.10 second is pSbleTo^er worJs 

ttie tme m which the surge pressure is applied may be detemiined so that the surge pressure applied ci 

rs^rsirj m^^ursr -"-^ ~ - - — 

,„ ^« I?""^" the surge pressure Ps to be applied to the moulding material in the cavity varies with the 
20 moulding conditions such as the size of the finished product as described above, it is preterite to inc^L^e ' 
roncrS'Z"^'" '° ^T* the Closed mould against clLp^ftrce. T^e 

eSSve' ?LouTfhrr^' P^««^-« (specific injec^on'pressure) Pf is 

^ZJ^^f *® '"^""r ^^'"'"^ °' the moulding material filled in the mould cavity when applying 
the surge pressure generally reaches approximately 120% of that in performing iniection moSS 
mS::L'mattr'' '"f --'^'"9 -thod in which no such surge presLreTl^ed hTvo u^ ^ 
^^^nnnL^^ determined to be just 100% when the surge pressure reaches a maximum. 
The apphc^on of the surge pressure can be readily accomplished by Use of a surge supplying system 
w^f^iner ^'^ '-^'^^^ -P-b'e ^ acting at a high speed and an Uct^n'^ScKm 

" effe^e^ reT?inTgS^ ^ ' "'""^ ^"^^^ ^^^'^'"^ ^^^^ ^^^^^ - 

The application of the surge pressure is finished at tS by suspending the surge supplying system and 

Figure 2B. The gate cutting has an additional function of preventing an excess of injection pressure from 

cut pin 6 as illustrated, but also a restricted gate structure. y*"" 
After the gate cutting as noted above, i.e. immediately after the time t3 in Rgure 3. compression force 
the'siLrr;^ H ° '"°'^"»arily moving the movabte die S«?2 towSd 

2! «^ . 'V'.°':k "^^"'^ P^^*'"^^'^ ^ compression moulding method. 

be«inL M J^TH^ r'^'*'*' *^ ""^"^ P^'*"'"^- "moulding material in the mould cavity 

^n ZT^% ^r^'""^ '^"""^ "^'^ °^ tl^^ material. As indicated by tS 

method T?J . f"'^ • ^^"y ""^^ ^"^^^^^^^ ^^'^^ 9**^ *="*«"9 ^ *e compression mouW^g 
d^nl ^ihl T ^ '''^^'""^ ""'"^ P'**^^ maintained by operating a 

c amping mechanism for exerting the clamping force to the moulding material in the mould L^ i a 
45 pressure neariy equal to the filling pressure (injection pressure) Pf ^ 
m«.tf ^PP'y'"9 the surge of high pressure to the moulding material injected in the 

Lri 'T:?'^'^'^ '*"'P'"*'°" °' ^ P««««s- occurrence of mouldii^riikaoe * 

and onentation of the resin material can be prevented. snnnKage 

Next one exainple of producing a 12 cm diameter and 1.2 mm thick audio compact disc of 
time tlTro 5^^^^^ ""'^ ''^ «"'9e s^pX 



35 



40 



55 



Birefringence: 


10 to 15 nm 


Variation in thickness: 
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Compared with the conventional moulding method without using a surge pressure in which average 
variation in thickness of the compact discs resultantly produced has been more than 20 um, moulding 
precision is far improved according to the present invention. Besides, the birefringence of the compact disc 
produced by the method of this Invention is decreased to the extent that it can be neglected in an optical 
system and considered to be substantially uniform. 

As is clear from the foregoing. In accordance with the present invention, moulding shrinkage and 
orientation caused in a moulding material within a mould cavity in the course of solidification of the material 
can be eliminated substantially to perfection by applying a surge of high pressure to the material in the 
mould cavity within O.Oi to 0.05 second simultaneously with or immediately after the completion of injection 
of the material into the mould cavity. Accordingly, super-precision injection moulding of high performance 
can be fulfilled and provide remarkably high reproductivity of end-products, wit the result that not only 
various types of optical elements such as optical recording discs and optical lenses, but also micro- 
mechanical parts having super-fine structure can be moulded with high accuracy. 

Obviously many modifications and variations of the present invention are possible in the light of the 
above teachings. It Is therefore to be understood that within the scope of the appended claims in the 
invention may be practiced otherwise than as specifically described. 

Claims 

1. An injection moulding method comprising injecting a plasticized moulding material into a mq|ild 
cavity (3) of an injection mould under a high vacuum, applying a surge pressure to the moulding material 
Injected in said mould cavity (3) within 0.01 to 0.05 second simultaneously with or immediately after the 
completion of the injection of the moulding material into said mould cavity, and effecting gate cutting 
immediately after the application of the surge pressure. / 

2. An injection moulding method according to claim 1 wherein the surge pressure is 1.2 to 1.5 times an 
injection pressure at which the moulding material is injected into said mould cavity (3). 

3. An injection moulding method acconjing to claim 1 wherein the surge pressure is about 300 kg/cm^ 
at a maximum. 

4. An injection moulding method according to claim 1 wherein a compression pressure is applied to the 
moulding material in said mould cavity (3) immediately after the gate cutting. 

5. An injection moulding method according to claim 1 wherein a compression pressure is applied to the 
moulding material in said mould cavity (3) immediately after the gate cutting and thereafter maintained in a 
dwelling process. 

6. An injection moulding method comprising evacuating a mould cavity (3) in an injection mould to a 
high vacuum of 10""^ Torr to 10"^ Torr. injecting a plasticized moulding material into said mould cavity (3). 
momentarily applying a surge pressure 1.2 to 1.5 times an injection pressure at which the moulding 
materia! is injected into said mould cavity (3) to the moulding material injected in said mould cavity within 
0.01 to 0.05 second simultaneously with or immediately after the completion of the injection of the moulding 
material into said mould cavity, and effecting gate cutting immadiately after the application of the surge 
pressure. 

7. An injection moulding method according to claim 6 wherein the moulding material is injected into 
said mould cavity (3) in accordance with a predetermined internal die pressure given in a waveform pattem. 

8. An injection moulding method comprising evacuating a mould cavity (3) inside an injection mould to 
a high vacuum of 10"' Ton- to 10"^ Torr. injecting a plasticized moulding material into said mould cavity (3) 
in accordance with a predetermined internal die pressure given in a waveform pattern, momentarily 
applying a surge pressure 1.2 to 1.5 times an injection pressure at which the moulding material is injected 
into said mould cavity to the moulding material Injected in said mould cavity within 0.01 to 0.05 second 
simultaneously with or Immediately after the completion of the injection of the moulding material into said 
mould cavity so as to prevent the moulding material in said mould cavity from solidifying except for a skin 
layer in touch with an Inner surface of said mould cavity, and effecting gate cutting immediately after the 
application of the surge pressure. 
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@ Injection moulding method using surge pressure. 

@ A surge of high pressure Is momentarily applied 
to a plasticized moulding material Injected In a 
mould cavity (3) immediately after the completion of 
an injection process so that moulding shrinkage and 
orientation which are caused In the materia! in the 
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mould cavity (3) in the course of solidification of the 
material on cooling can be substantially eliminated to 
thereby enable super-precision injection moulding. 
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